20Q8 01/26 13:31 FAX 03 6228 6615 



TAKAISHI AND ASSOCIATES -» SUGHRUE 



ei01#017 



ABRIDGED TRANSLATION 
Japanese Patent Publication No. 63-24731 

Publication Date: May 23, 1 988 

Trial No. 58-6386 

Application No. 55-80107 

Filing Date: June 16, 1980 

Japanese Patent Laid-Open No. 57-72 15 

Laid-open Date: January 14, 1982 

International ClassiJQcation: HO ID 39/20 

//B32B 3/12 

Inventors: Noboru Higuchi, Hiroaki Yano, and Masahiro Onishi 

Applicant: NGK INSLATARS, LTD. 

Address: 2-5, Suda-cho, Mizuho-ku, Nagoya-shi 

Title of the Invention: 

METHOD FOR PRODUCDING CERAMIC HONEYCOMB FILTER 

Page 4; Right column (8), Unes 27-37 (EXAMPLE 1, lines 11-21): 

As a plugging material, there was used a moldable material 
prepared by blending 100 pars by weight of a pulverized powder of 
cordierite raw materials passed through 105mm sieves with 1 part by 
weight of methyl cellulose, 10 parts by weight of Glycerin, and 33 parts by 
weight of water. Then, a ceramic honeycomb structure with openings at 
one end side thereof was put into a cylinder 7 having a diameter of 126 mm 
as shown in Fig. 7, on which a plugging material 9 was placed, and the 
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plugging material was introduced thereinto through the opening by 
pressing it from the top under a load of 30kg/cm by a piston 8. The 
similar operation as the above was carried out at the other end of the 
honeycomb structure to charge the plugging material through the openings, 
and thereafter followed by subjecting the ceramic honeycomb structure to 
maintaining at highest temperature of 1400^C for 2 hours for fuing. 
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(54) PREPARATION OF CERAMIC HONEYCOMB HLTER 

(57)Abstract: 

PURPOSE: To obtain a compact filter with reduced 
pressure loss used in purifying an exhaust gas of a 
vehicle having a structure wherein a film is adhered to 
an opening end surface of a ceramic structure and holes 
are provided to a predetermined part thereof and a 
sealing material is introduced fi^om said holes to seal an 
end part. 

CONSTITUTION: A film is adhered to one opening end 
surface of a ceramic honeycomb structure 1. 
Subsequently, the film corresponding to an opening part 
of a piercing pore 2 to be sealed is torn to form a hole. 
After hole making operation is finished, a sealing material 
4 is introduced into the piercing pore 2 from said hole of 
the film to seal an end part of the predetermined 
piercing pore 2. As the pore sealing material 9, one 
having dilatancy property is used and, for example, a 
cordierite or a murrte type sealing material 9 can be 
used. As a method for introducing the sealing material 9, 
there is a pressure introducing method by a piston 8 
and, when a viscous sealing material is used, a dipping method is applied 
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